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ABSTRACT OF THE DISCLOSURE 



There is provided a new nonwoven surge material for personal c^fe products made of 


fibers, which Is a nonwoven fabric made of a homogeneous blend^ large and small denier 
fibers. The small or first denier fiber preferably has an averajge denier less than 2, is at least 
3 denier less than the second or larger fiber and the laroe or second denier fiber has an 
average denier between 4 and 15. The first denier^er may have a denier less than 1 and 
the second denier fiber may have a denier betw^n 6 and 15. The nonwoven fabric is a 
mixture of these fibers in amounts of from 2o to 75 weight percent of each type of fiber. The 
fabric may have a basis weight betweepi^O and 200 gsm. The first denier fiber may be a 
bicomponent fiber which may be a sfneath/core polyethylene/ polypropylene bicomponent 
fiber. The second denier fiber vnay be made from a polyester. It is also possible that the 
fibers have a hydrophilic tremment added to their surface to increase their hydrophilicity. The 
material made from the >(omogeneous blend of mixed denier fibers may be used as a liner or 
as a surge material i/personal care products like diapers, training pants, incontinence 
products, bandagi^, and sanitary napkins. 


